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Implant Water Content Under 1.1 MPa Osmotic Pressure 
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Implant Mass Under 1.1 MPa Osmotic Pressure 
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FIG. 3 




4.1 Heated washing in 
SOmM solution for 2 weeks 
(10 solution chano—) 



4.2 Heated washing In 
SOmM solution tor 2 weeks 
(6 solution changes) 



4.3 Heated washing in 
25mM solution for 4 weeks 
(12 solution changes) 
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Rinse implants 
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Place each Implant into a blister 
with a Tyvek lid and dehydrate to 

55% WC 



J" 



Heated washing ln.25mM 
solution for 4 weeks 
(8 solution changes) 



Rinse 
Implants with 
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Place implants into 
double blister with 
lids and seal each 
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Dehydrate Implant 
to 55% 
Water Content 



Seal Implants in foil bag 
(do not remove from blisters) 



Final Inspect and Store 

in Final Stock until 
Approved 




.uired Testing will be performed at the appropriate stages 



